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following pages, except that it has a short drum of com-
paratively large dia-
meter. It will take
material up to2 inches
diameter, and is very
suitable for the pre-
liminary treatment of
rotary kiln clinker, the
crushing action being
provided by heavy
steel balls cascading
around inside it. The
author's experience of
it is that it performs its
work well and effici-
ently, and it compares
very favourably with
the ordinary ball mill
as a means of primary
reduction, since there
are no sieves or per-
forated plates to re-
quire periodical atten-
tion and renewal.

The tube mill or
f<tube finisseur," of
which an illustration
is given in fig. 38,
was first introduced
into this country some
fifteen years ago; as
its name suggests, it
is a finishing mill
only, designed to

